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6.    Wherever -girders or joists rest upon walls so that there is a concentrated load on the block of over two  (2) tons, the blocks supporting the girder or joists must be made solid.    Where such concentrated load shall exceed five (5) tons, the blocks for two (2) courses below, and for a distance extending at least 18 ins. each side of said girder shall be made solid.   Where the load on the wall from the  girder exceeds five   (5)   tons, the blocks for  three   (3) courses underneath it  shall  be made solid with similar material as in the blocks.    Wherever walls are decreased in thickness the top course of the thicker wall to be made solid.
7.    Provided always that no wall or any part thereof composed of hollow concrete blocks shall be loaded to an excess of eight (8) tons per superficial foot of the area of such blocks, including the weight of the wall, and no blocks shall be used that have an average crushing at less than 1,000 Ibs. per. sq. in. of area at the age of 28 days, no deduction to be made in figuring the area for the hollow spaces.
8.    All  piers  and  buttresses  that  support  loads  in  excess of five   (5)   tons shall be built of solid concrete blocks for such distance below as may be required by the Bureau of Building Inspection.    Concrete lintels and sills shall be reinforced by iron or steel rods in a manner satisfactory to the Bureau of Building Inspection, and any lintels spanning over 4 ft. 6 ins. in the clear shall rest on solid concrete blocks.
9.    Provided, that no hollow concrete building blocks shall be used in the construction of any building in the City of Philadelphia, unless the maker of said blocks has submitted his product to the full test required by the Bureau of Building Inspection, and placed on file with said Bureau of Building Inspection, a certificate from a reliable testing laboratory showing that samples from the lot of blocks to be used have successfully passed the requirements of the Bureau of Building Inspection, and filing a full copy of the test with the Bureau.
10.    A brand or mark of identification must be impressed in or otherwise permanently attached to each block for purpose of identification.
11.    No   certificate   of approval  shall be  considered  in   force for more than four months unless there be filed with the Bureau of Building Inspection of the City of Philadelphia, said samples to every four months following, a certificate from some reliable physical testing laboratory showing that the average of three (3) specimens tested for compression, and three  (3)  specimens tested for transverse strength comply with the  requirements  of the Bureau of Building Inspection of the City of Philadelphia, samples said to be selected either by a building inspector or by the laboratory, from